03/13/2887 12:33 



612-455-3881 



HSML, P.C. 



PAGE 29/47 



(19) 



EuropSlsches Paten tamt 
European Patent Office 
Office europ4en des brevets 



11 



(11) 



EP 1 098 024 A1 



(12) 



EUROPEAN PATENT APPLICATION 

pubfcbed in accordance with Art. 158(3) EPC 



(43) Date of publication: 

09.05.2001 Bulletin 2001/19 

(21) Application number 99923930,4 

(22) Date of filing: 07-06,1999 



(51) intci, 7 : D04H1/42, A61L 27/00, 
C08L 89/06 

(86) international application number: 
PCT/JP99y03019 

(87) International publication number: 

WO 99/64655 (16.12.1999 Gazette 1999/50) 



(84) Designated Contracting States: 


• Taplc International Co., Ltd. 


AT BE CH DE DK E5 Fl FR GB IE FT U LU MC NL 


Tokyo 1 05-0001 (JP) 


SE 






(72) Inventor: SHIMtZU, Yasuhiko 


(30) Priority: 11,05.1998 JP 16367498 


Ujl-ahi, Kyoto 611-0002 (JP) 


16.07.1998 JP 20140598 






(74) Representative: 


(71) Applicants: 


Stuart, Ian Alexander at al 


* Shlmlzu, Yasuhiko 


MEWBURN ELLIS 


UjKshi, Kyoto 611-0002 (JP) 


York House 




23 Kings way 




London WC2B6HP(GB) 



I 



(54) COLLAGEN MATERIAL AND PROCESS FOR PRODUCING THE SAME 

(57) The objective of thB present invention is to pro- 
vide a collagen material that possesses physical prop- m 
erties to an extent that allows suturing while still 
maintaining the biochemical properties Inherently pos- 
sessed by collagen, and retains its shape for a certain 
amount of time even after application to the body; its 
production process; and, a medical materia) on which it 
is based, examples of which include e artificial tube for 
nerve, artificial tube for spinal cord, artificial esophagus, 
artificial trachea, artfficial blood vessel, artificial valve or 
alternative medical membranes such aa artificial end Ge- 
ranium, artificial ligaments, artificial tendons, surgical 
sutures, surgical prostheses, surgical reinforcement, 
wound protecting materials, artificial skin end artificial 
cornea, characterized by Ailing or having insida a sub- 
stance having blocompatibillty that can be degraded 
and absorbed in the body Into a matrix of a non-woven 
fabric-like multi-element structure of collagen fibers hav- 
ing ultra-fine fibers of collagen as its basic unit. 
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Description 

Technical Field 

s [0001] The present invention relates to a collagen materiel comprising a substance having biocompatibifity that can 
be degraded and absorbed in the body in a matrix of a collagen ultra-fine fibrous non-woven fabrtoIlke multi-layer struc- 
ture, or in a non-woven fabric-like matrix of a substance having biocompatibllrry that can be degraded and absorbed In 
the body, a material of a specific form containing said collagen material, a medical material comprised of said material, 
and their production processes. 

10 

Background Art 

[0002] Among the various materials used as medical materials, animal collagen has excellent bloaffinfty and histo- 
compatibility, low antigenicity, has the action of promoting host cell differentiation and growth, has a hemostatic action, 

is and is completely degraded and absorbed in the body. Consequently, it has properties that are particularly suitable for 
use as a medical material. At present, animal collagen types I through XIX have been discovered, collagen types I 
through V are used In a variety of ways as medical materials. In particular, type I collagen, which is useful as an extra- 
cellular matrix, Is used most commonly. These collegers are extracted and purified from the connective tissue of vari- 
ous organs such as skin, bone, cartilage, tendon, and viscus of animals such as cows, pigs, birds, kangaroos and so 

%> forth by acidic solubilization, alkaline solubilization, neutral solubilization and enzymatic solubilization. Extracted colla- 
gen used conventionally is one that has been broken down to monomers and oligomers at the molecular level, and is 
stored In the form of a powder or liquid. Since these extracted collagens are in a state In which collagen molecules are 
broken down to monomers and oligomers, when they come In contact with water, body fluids or blood, they form a sol 
extremely rapidly. Consequently, when using these collagens by forming as medteal materials, they are either used by 

2s covering the surface of a synthetic polymer material such as Nylon or silicone with collagen to give the material a certain 
degree of strength during processing, or are used by subjecting the formed product of the extracted collagen to chem- 
ical crossllnking treatment using a crossllnking agent or to physical crossllnking treatment using radiation, electron 
beam, ultraviolet rays or heat in order to hold the shape of the material for a certain period of time in the case of applying 
to the body. In addition, although these extracted collagens may be used as thread for medical treatment by forming Into 

so the shape of a thread, wet spinning is used for its spinning. 

[0003] However, In the case of a material in which collagen is combined with a synthetic polymer materiel, the syn- 
thetic polymer material remains in the body as a foreign object resulting susceptibility to the occurrence of disorders 
such as granulation and inflammation, and this type of material cannot be applied to all cells and viscera. In addition, 
even if crosslinking treatment Is performed on collagen materials, since there is hardly any increase at all in the physical 

35 properties of the collagen material, and particularly tear strength, It was not posstofe to process this material tor use as 
a medical material requiring suturing. In addition, when a crossllnking agent such as glutaraldehyde or epoxy is used, 
not only does the toxicity of the crossllnking agent on the body become a problem, but there is also the disadvantage 
of the biochemical properties Inherently possessed by collagen, and particularly promotional effects on cell growth, 
being lost, in addition, in the case of physical crossllnking treatment, the crosslinklng rate is unstable and It Is unable to 

ao give adequate physical properties to the collagen material. In addition, It has also been difficult to perform crossllnking 
treatment so that the absorption rate in the body can be controlled. On the other hand, since spun collagen does not 
have sufficient strength, it Is not adequate for use as suture, 

[0004] On the other hand, although it Is necessary to close by resuturing an opened errdocranJum, pericardium, 
pleura, peritoneum orserous membrane when closing a surreal wound after performing surgery on the brain or various 

43 viscera for the treatment of various diseases or trauma, there are many cases In which a missing portion forms In the 
membrane that prevents a surgical wound from being completely closed due to the formation of a shortened portion 
depending on the length of the suture or the membrane being partially severed. If such a missing portion Is left uncor- 
rected, the viscera such as the brain, heart, lung and intestine may herniate from the area where the membrane is miss* 
Ing resulting In a serious disorder, or water or air may escape from the viscera or area around the viscera preventing 

so the surgical wound from healing. In addition, since the viscera may adhere to surrounding tissues, the tissue may be 
damaged thereby preventing the obtaining of a favorable prognosis. Consequently, freeze-dried human endocranium 
removed cadavers or porous elastic pofytetrafluoroetrrylena (EPTFE) (Tissue Garetax, trade name), polypropylene 
mesh, Teflon sheet or Dacron sheet and so forth are used as alternative medical membranes thai can be used as pros- 
theses for these missing portions. In addition, a copolymer of lactic acid and e-caprotactone (50:50) is currently being 

ss developed. In addition, methods involving the use of the patients own fascia lata, pericardium, skin or muscle and so 
forth are also performed as a last resort 

[0005] However, with respect to the use of human endocranium, adhesion occurs between the filled human endoc- 
ranium end brain parenchymal tissue. Not only does this have the risk of causing epileptic attacks following surgery, 
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there is also the ethical problem of obtaining specimens from human cadavers as well as the problem of the supply 
being extremely limited. More recently, the occurrence of Creutzfeldt-Jakob Disease (CJD) caused by transplanted 
endocraniurn has been reported in patients receiving endocranial transplants (J. Neurosurgery, 21(2): 167*170, 19fl3), 
In Japan, human endocraniurn is currently not used. In addition, since EPTFE materials and so forth are not degraded 

5 In the body but rather remain as foreign objects, they easily cause Infection or, when In contact with booy tissue, end up 
causing fatty degeneration of tissue ceils and so forth, and are known to frequently cause post-operative complications. 
Copolymer* of lactic acid and e-caproiactone are degradaWe in the body, Although thay gradually are degraded after 
being applied to the body, a long period of time on the order of nearly two years Is required for them to be completely 
degraded and absorbed. Consequently, thay also remain in the body forthe time being as foreign objects, cause Inflenv 

10 matlon In tissue during the degradation process and form granuloma. Since this copolymer uses the (L) form of lactic 
acid as its monomer, lactic acid may crystallize In the copolymer causing Inflammation. Moreover, both EPTFE and 
copolymer of lactic odd end€-caprolactone do not have the action of promoting regeneration of btomembranes. In addi- 
tion, methods using the patient's own fascia lata and so forth place a significant burden on both the patient and physl- 
clan. 

ib [0006] Afthough materials such as the above-mentioned EPTFE, polypropylene mesh (Marlex), human dried 
endocraniurn and giutaraldehyde (GA) -treated bovine pericardium have baen used In the past as pericardium prosthe- 
ses, EPTFE and human dried endocraniurn have the disadvantages described above. In addition, polypropylene mesh 
causes strong adhesion between Itself and the heart Since GA-treated bovine pericardium remains in the body without 
being absorbed or degraded. It causes deterioration due to mineral deposition, and complications due to interstitial 

20 pneumonia caused by an immune reaction to the bovine pericardium have also been observed. 

[0007] In addition, although polyglycolte acid non-woven fabric and bovine pericardium have been used as a pleural 
prosthesis or for an auto-suture to reduce the escape of air from the surgical site following lung surgery, because poly- 
glycolic acid is not transparent, It Is difficult to be used for an auto-suture. In addition, bovine pericardium has the dis- 
advantages previously described. 

25 

Disclosure of the Invention 

[0008] For these reasons, a need has arisen for the development of a collagen material that possesses physical 
properties to Bn extent that allows suturing while still maintaining the biochemical properties inherently possessed by 

30 collagen, and retains its shape for a certain amount of time even after application to the body; its production process; 
and, a medical material on which It Is based, examples of which Include a artificial tube lor nerve, artificial tube for spinal 
cord, artificial esophagus, artificial trachea, artificial blood vessel, artificial valve or alternative medical membranes such 
as artificial endocraniurn, artificial ligaments, artificial tendons, surgical sutures, surgical prostheses, surgical reinforce- 
mant, wound protecting materials, artfftoial skin and artificial cornea. In particular, there has arisen a strong need in the 

35 clinical setting for the development of various types of medical materials that can be used as alternative medical mem- 
branes which present no ethical problems, are In stable supply, prevent edhesicn of the surgical wound following sur- 
gery after being applied to the body, have no risk of infection, do not cause tissue degeneration, allow control of the rate 
of degradation following application, and have an action that promotes regeneration of blomembranes, especially 
endocraniurn, pericardium, pleura, peritoneum or serous membrane. 

40 [0009] As a result of earnest research to solve the above-mentioned problems, the inventors of the present Inven- 
tion found that a collagen material comprising fining or having inside a substance having blocompatibllity that can be 
degraded and absorbed in the body into a matrix of a non-woven fabric-like multi-element structure having ultra-fine fib- 
ers of collagen for its basic unit or a collagen material comprising filling a substance having biocompatlbinty that can 
be degraded and absorbed In the body into a non-woven fabric-like matrix of a substance having biocompatibility that 

45 can be degraded and absorbed in the body, has excellent properties as a medical material as weD as physical proper- 
ties that allow suturing, thereby leading to completion of the present invention. 

[0010] Namely, the present invention is a collagen material characterized by filling or having inside a substance 
having blocompatibilfty that can be degraded and absorbed in the body into a matrix of a non-woven fabric-Wee multi- 
element structure of collagen fibers having ultra-fine fibers of collagen as its basic unit 
a? [poll] The collagen material of the present invention has the basic structure as shown in Fig, 1 , and the matrix of 
non-woven fabrb-like multielement structure of collagen fibers that takes fts leading part is composed pluralistically 
from various types of fibrous collagen of different sizes end shapes as explained below 

[0012] Namely, the non-woven fabric-like multi-element structure of collagen fibers has fbr Its basic unit ultra-fine 
fibers 15 comprised of several collagen molecules and having a diameter of 3-7 nm r said uftra-flne fibers are bundled 
55 to form fine fibers 1 4 having a diameter of 30-70 nm, and said fine fibers are further bundled to form narrow fibers 1 3a 
and 13b having a diameter of 1-3 \im. Next, bundled rows of said narrow fibers form fibers 12 having a diameter of 5-8 
urn by alternatively overlapping as warp and weft, and said fibens overlap in the coaxial direction to form plate-nke fibers 
1 1 having a diameter of 20-50 um. Finally, these plate-like fibers 1 1 randomly intertwine to form fibrous collagen as the 
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largest unH in collagen urba-flne fibrous non-woven fabric-like mu&Weyer structure 10. 

[0013J The collagen material ot the present Invention contains a substance having blocompatlblBty that can be 
degraded and absorbed in the body In a matrix of a multi-element structure of fibrous collagen in which plate-like fibers 
1 1 are gathered in the form of a non-woven fabric. Here, a typical example of a substance having biocornpatibilrty as 

* well as blodegradablltty and bioabsorptlon are collagen fibers containing ultra-fine fibers of collagen newly formed in 
said matrix by subjecting a hydrochloric add solution of extracted collagen Introduced Into said matrix to freezing and 
freezB-drying treatment. However, other examples of candidates for this substance include that In which a solution of 
said extracted collagen or hyaluronic acid solution Is Introduced Into said matrix followed by air drying said solution (and 
that originating In collagen is to be referred to as amorphous collagen). 

io [0014] Moreover, the collagen material of the present invention may aJao have an additional layer comprising an air- 
dried solution of extracted collagen at a predetermined site on the surface of the above collagen material. 
[0015] In addition, although the collagen material of the present Invention has the basic structure as shown In Fig. 
1 , depending on the application of said material, it may also have a mesh-flke intermediate material in the form of a 
sheet or tube comprising a biodegradable, absorbable material Inside the above non-woven fabricate multi-element 

is structure of collagen fibers. 

[0016] Moreover, in the collagen material of the present invention, the above matrix may be in the form of a norv 
woven fabric-like sheet or tube comprising a substance having biocompatlblllty that can be degraded and absorbed In 
tha body, examples of which Include a material selected from the group consisting of polyglyeolfc acid, polylactte acid, 
copolymers of gtycollc acid and lactic acid, polydioxanone, copolymers of glycollc acid and trimethylene carbonate, or 

*o mixtures of polyglycolic acid and poryfectic acid, and the substance having biocornpatiblJlty that can be degraded and 
absorbed in the body which is fined into said matrix may be collagen (collagen fiber or amorphous collagen) or 
hyaluronic acid similar to that filled Into the above matrix. 

[0017] This collagen material of the present invention can be produced by a process comprised of the steps inv- 
ested below. 

25 

(Basic Process) 
Step a 

a? [0018] A hydrochloric acid solution of extracted collagen is cast to the desired thickness to form a collagen solution 
layer. Here, casting should be performed by suitably selecting a known method according to the target shape of the col- 
lagen material. For example, in the case of seeking a film-like collagen material, casting should be performed using a 
vat and so forth for the mold, while In the case of seeking a tubular collagen material, casting should be performed using 
a mold having a cavity at the portion corresponding to the wall of the object (and this applies similarly hereinafter). 

35 

Stepjj 

[0019] ^ Said collagen solution layer is temporarily frozen, and after holding for the desired amount of time in that 
state, said collagen solution layer is freaze-dried. At this point, a multi-element structure of collagen fibers having colla- 
40 gen ultra-finB fibers as Its basic unit is formed. However, since said multi-element structure of collagen fibers Is In the 
form of a matrix, a large number of cavttlas therein, referring to spaces, but not so-called pores, In which solution is able 
to penetrate, are present i n that matrix. 

Stepc 

45 

[0020] Thermal dehydration crasslJnkJng Is then performed on said freeze-dried product (to impart a predetermined 
. stability to water to the fibrous collagen composing a matrix In the next step). 

so 

[0021] A hydrochloric add solution of extracted collagen Is Introduced into the matrix of the product suffered said 
thermal dehydration crosslinking treatment. As a result, the cavities in said matrix are filled with non-fibrous collagen. 
Here, It la not necessary that the cavities fitted In thie procedure account for the entire volume of the cavities in said 
matrix. Furthermore, a specific example of an Introduction method is a method Involving aspirating with a weak vacuum. 
55 Naturally, the mat hod used is not limited to this method provided solution can be effectively introduced into minute cav- 
ities. 
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S 2 ' ^ Product introduced said extracted collagen is again frozen, held in that state for a desired amount of 

J!!^ ^ * ,n tWs P^^^ at |Qa5t a P0«^n of the cavlHes m the above matrbe ^ filled with corlasen 

Si^J^^ 8 ^ ° f farfned C0,, * gen * Here ' >fi,led " more * collagen fibers con- 

Sl I ^'flne fibers of collegers newly formed In the titles of said matrix being present so as to Intertwine with each 
fibrous collagen fiber that composes said matrix. 



15 



[0023] Said freeze-diied product Is compressed. 
SfepJ 



[0024] Thermal dehydration crossllnking is then performed on said compressed product. In this procedure, the pre- 
determined stability to water is imparted to collagen fibers containing urtra-fine fibers of newty formed collagen, in the 
final product or In an additional step performed as a variation of the production process. 

[0025] Moreover, the following steps may be performed in order between the above steps e and g. (It is preferable 
to fill said cavities as much as possible to obtain the desired strength, as much aa is allowed by properties such as "feei- 

so Ing* and "flexibility other than the strength required by the finished collagen material, with collagen fibers containing 
ultra-fine fibers of newly formed collagen in the cavities of the above metrix. In this connection, the volume ratio of said 
cavities expressed as the percentage of void Is typically 50-60% m the state of the matrix, about 10% after step e, and 
about 5% after step e after repeating one cycle of step d and step e, and ft is sufficient to perform one cycle of step fl 
and step f2 as described below In the case of normal applications of said collagen material, such as an alternative med- 

25 icai membrane. 

Step f 1 

p02B] A hydrochloric acid solution of said extracted collagen is introduced into the matrix of the above product of 
30 freeze-drying. 



[0027] After Introducing said hydrochloric acid solution of extracted collagen, the product is again frozen tempore^ 
30 ily, held in that state for a desired amount of time, and then freeze-drted. 

[Q02S] m addition, the following steps may be performed between the above steps g and i. 

Step hi 

4o [0029] a collagen solution layer is formed at a predetermined site on the surface of the above compressed product. 
More specifically, said compressed product should be immersed and air-dried at least once tor a predetermined amount 
of time in a hydrochloric acid solution of extracted collagen, preferably having a collagen concentration of 2.0% or less. 
This is done in thB case of Intending to use the collagen material in an application In which the decrease In strength 
resulting from infiltration of body fluids from said site is desired to be suppressed as much as possible. Furthermore, 

45 during the formation of a collagen solution layer at a "predetermined site - , those portions not requiring the formation of 
said collagen solution layer should be blocked with a suitable known means during immersion of the extracted collagen 
in the hydrochloric acid solution. 

[0030] In the case of performing step hi , step h2 as descrtoed below, namely the procedure of •compressing the 
above collagen layer again*, may be performed prior to performing the next step tn the form of step I (In the case of 

so desiring to eliminate or reduce surface irregularities In the collagen material and Improve "feeling* and texture"). 
[0031] Furthermore, in the case of using that into which hydrochloric acid solution of extracted collagen or 
hyaluronic acid solution (in which case "hydrochloric acid solution of extracted collagen - in the above step d should be 
read as 'hyaluronic acid solution") is Introduced Into said matrix and a!r-dried for the substance filled into tne ebove 
matrix, the procedures of steps e to | may be omitted, and said matrix should be subjected to thermal dehydration 

ss crossllnking for a predetermined amount of time white pressing the matrix Into which the above hydrochloric acid solu- 
tion of extracted collagen or hyaluronic acid solution has been Introduced. Here, pressing of said matrix is performed to 
minimize the effects of air remaining in said matrix, or In other words, to minimize the occurrence of local "bulging" of 
the collagen material 
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[0032] On the other hand , In the case of using a material selected from the group consisting of polyglycolic acid 
5 C ^f fymer f * 9lyco,ic and lactic Pdydloxanono, copiers of grycollc acid and trfmethyiena 
catenate and ^mixtures of polyglyconc acid and polylactic acid (to be referred to as polyglycolic acid, etc.) for the .sub- 
stance having b.ocompatibjlfty and able to be degraded In the body that is placed Inside the above matrix, In the above 
step a, casting of hydrochloric acid solution of extracted collagen is performed by dividing Into two cycles, and a mesh- 
m\ material In the form of a sheet or tube comprised of the above material should simply be contained Inside between 
both casting procedures (and more specifically, said material should be placed over the collagen solution layer cast dur- 
tog the first cycle in me case of obtaining a membrane-like material). Furthermore, since these materials are pooriy 
nydrophihc, it Is preferable to modify the surface with plasma and so forth Immediately before containing inside. Further- 
more In the case of having these materials inside said matrix, additional reinforcement of the collagen fibers containing 
urtra-flne fibers of newly formed collagen In said matrix is not required as a general arte In order to obtain a predeter- 
mined strength with the compounding effects of these materials and the matrix (system constitution: partially altered 
step a step b -> step c -> step g). However, It is preferable to form a collagen solution layer or gelatin solution layer 
in the sense of regulating the biochemical condition of the pressed surface. 

[0O33J In addition, in the case of the collagen material of the present Invention being that in which the above matrix 
is in the form of a non-woven fabric-like sheet or tube comprising a substance having btocompatlbBIty that can be 
degraded and absorbed in the body, for example a material selected from the group consisting of polyglycolic add, poly- 
lactic acid, copolymer of giycolta acid and lactic acid, polydloxanone, copolymer of flrycoiic acid and trlmethylena car- 
bonate or a mixture of polygrycofc acid and polylactic acid, and the substance having biocompatlbilrty that Is degraded 
and absorbed In the body which Is filled into said matrix Is collagen (collagen fiber or amorphous collagen) or hyaluronic 
acid similar to that filled into the above matrix, ft should be produced as indicated below Furthermore, for the sake of 
convenience In the explanation, an expianatfon is provided using the example of the case of the substance introduced 
into said matrix being collagen, and the produced collagen material being In the form of a membrane. 

& Step J 

[0034] A hydrochloric acid solution of extracted collagen Is introduced into a matrix comprising a non-woven fabric- 
like sheet composed of a material selected from the group consisting of porygrycolic acid, polylactic acfd, copolymer of 
grycollc acid and lactic acid, polydioxanone, copolymer of glyeofic acid and trlmethylene carbonate or a mixture of pol- 

30 yglycofic acid and polylactic acid, followed by air-drying. This procedure for introducing a hydrochloric acid solution of 
extracted collagen is performed by placing a hydrochloric acid solution of extracted collagen of a predetermined con- 
centration. In which sard matrix is Immersed (by placing In a separata container), In a container placed In a slightly 
depressurfced environment, for example, an atmosphere at a pressure somewhat lower than atmospheric pressure 
from which the air has been removed with a flow aspirator and so forth, and holding in that stale for a predetermined 

as amount of time. More specifically this is performed by allowing said hydrochloric acid solution of extracted collagen to 
seep Into said matrix. Furthermore, as is clear from this procedure, a thin layer composed of said hydrochloric acid solu- 
tion of extracted collagen is inevitably formed not only insfda said matrix but on Its surface as well. 



10 



is 



20 



Step I 

AO 

[0035] A collagen solution layer Is formed on at least one side of the product of introducing 6aJd hydrochloric acid 
solution of extracted collagen and air-drying. More spedfrcafh/, the product of Introducing and air-drying said hydrochlo^ 
rlc acid solution of extracted collagen should be Immersed In a hydrochloric acid solution of extracted collagen and air- 
dried in the same manner as above. This should preferably be repeated one to five times. The resulting material is a 
45 collagen solution layer. Furthermore, this step should also be performed fn which the other sida is blocked with a suita- 
ble means in order to form this collagen solution layer on only one side 



Stepo 

so [0036J A gelatin solution layer Is formed on said collagen solution layer. More specifically, coating of an aqueous 
gelatin solution of a predetermined concentration or immersion In said aqueous gelatin solution should ob performed. 
Furthermore, this step is an arbitrary step that is required in the case of requiring the final product to have the ability to 
prevent adhesion. 



& 3teB£ 



[0037] Thermal dehydration crosslinking is performed for e predetermined amount of time on that product on which 
said gelatin solution layer ?s formed. The objective of this step is to impart stability to water In the same manner as that 
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Imparted to the collagen fibers and so forth in the previously described method. 

[0038] Although the process thus far constitutes the basic steps In this method, there are variations to this method, 
mone of these variations, f.ber formation from collagen solution is respectively performed between steps J and I and 
between steps I and a More specifically, a series of procedures consisting of freezing followed by holding followed by 
freeze^drying is added to the extracted collagen and collagen solution layer introduced into the matrix in the same man- 
ner as the previously described method (that with respect to the former being referred to as additional step k, and that 
wrth respect to the latter being referred to as additional step ml ). Furthermore, these additional steps are employed in 
the case that the strength of the matrix used as a strength exhibiting member is weak (and more specif lead/ when the 
thickness of the non-woven fabric-like matrix Is thin). Here, ft Is preferable that the product of said freaze-drylng be 
pressed following additional step ml (additions step m2). This Is done to Increase overall strength. 
[0O391 Thermal dehydration crosslinking Is another example of an additional step. This additional step is performed 
between step I and step o or between step rn2 and step o (additional step n that is performed for the purpose of impart- 
ing stability to water to the product in the same manner as thai described in the previous method). 
[004O] Although the collagen material of the present invention can be used as the main constituent material of med- 
ical materials such as artificial tube for nerve, artificial tube for spinal cord, artificial esophagus, artificial trachea, artifi- 
cial blood vessel, artificial valve, artificial ligamenta, artificial tendons, surgical prostheses, surgical reinforcement, 
wound protecting materials and artificial skin, it can be used es is in nearly all cases. Moreover, it is also preferable for 
artificial medical alternative membrane applications for which there Is a considerable need, examples of which include 
biomembranee, and especially endocramum. pericardium, pleura, peritoneum, serous membrane or cornea. 
20 [0041J Furthermore, in the case of membrane-like materials such as surgical prostheses, surgical reinforcement 
and wound protecting materials, the collagen material of the present invention may have a crossllnked gelatin gef layer 
or hyaluronic add layer on one or both sides thereof. 

[0042J Moreover, the collagen material of the present invention can also be used as a thread-like material and med- 
ical material comprising said thread-like material, an example of which is surgical suture. Said thread-like material can 
zs be produced using a procedure similar to that for other materials with the exception of performing a procedure that first 
allows the obtaining of collagen thread by performing wet spinning instead of forming a collagen solution layer in the 
above step a. 



15 



BRIEF DESCRIPTION OF THE DRAWINGS 

90 

[0043] 



Frg, 1 shows the structure of the collagen material of the present invention. 



35 [00441 The following reference numerals are used in the drawing. 



1 0: Collagen ultra-fine fibrous non-woven fabric-like multi-layer structure 

11: Plate-Jlfce fibers 

12: Fibers 
ao 13a, 13b: Narrow fibers 

14: Fine libers 

15: Ultra-fine fibers 

20: Newly formed fibrous collagen 



45 BEST MODE FOR CARRYING OUT THE INVENTION 



[0045] Examples of collagen that can be used as the raw material of the collagen material of the present Invention 
Include various types of collagen conventionally used, and preferably neutral sofublllzed collagen, acidic solubilized col- 
lagen, alkaime solubfflzed collagen or enzymatic solubilized collagen. Among these, enzymatic solubilized coPagen Is 

so particularly preferable since it involves treatment of Insoluble collagen with enzyme (e.g., pepsin, trypsin, chymotrypsln, 
papain and pronase), causing the strongly antigenic telopeptide portion h the collagen molecules to be removed by this 
treatment, resulting In decreased antigenicity There are no particular restrictions on the origin of this collagen, and in 
gsnerel, type I collagen or mixed type I and type III collagen can be used which is obtained by extraction and purification 
from the akin, bone, cartilage, tendon, viscera and so forth of animals such as cows, pigs, rabbits, sheep, kangaroos. 

55 birds and fish, etc. 

[0045] When the collagen material of the present invention having a non-woven fabric-like murrj-eiement structure 
of collagen fibers having ultra-fine fibers of collagen as its basic unit as descrfced above for the matrix is compared with 
a material comprised only of non-fibrous collagen having an amorphous structure in which collagen molecules are dte- 
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• Per !!li? thS Stflte * m0rK3mers and oNS 0 ™* that have been used in the past as various types of medical materials 
m addtoon that the former retains the action on the body Inherently possessed by collagen, In comparison with the latter, 
not on y does it have excellent physical properties, and particularly excellent tear strength, but the rate of absorption in 
the body is also adequate V extended. In addition, with the exception of being in the form of a thread, a thread-like mate- 
rial containing the collagen material of the present invention has the same structure as that described above. In ado> 
ton, a medical material comprising the collagen material of the present invention is a product of a similar collagen 
maienal comprising filling a substance having biocorr^afibility that Is degraded and absorbed in the bcoy into a matrix 
processed Into various types of medical materials. Examples of the forms of medical materials Include membranes, 
tubes, pouches and clumps. One particular example of an application .of this medical material is an alternative meg-leal 
membrane, and more specifically, a preferable example is an alternative medical membrane having a crosslinked gel- 
atin layer or hyaluronic acid layer on one or both of its sides. In this case, the thickness Is preferably about 0.1-5 mm. 
[0047) The gelatin gel layer that is able to be present on the surface of the afternativB medical membrane of the 
present invention acts as an adhesion prevents layer for preventing Invasion of cells from the surrounding body tissue 
at locations requiring prevention of adhesion due to the action of gelatin that Impairs cell adhesion and growth. In addl^ 
>5 tlon, hyaluronic acid has the effect of improving stabiRty of collagen as well as the effect of preventing adhesion. In the 
alternative medical membrane of the present Invention, since it Is necessary for the gelatin gel layer or hyaluronic acid 
layer to remain without being degraded or absorbed tor about 3-4 weeks after applying to the body, crossllnking treat- 
ment is performed to this gelatin gel layer or hyaluronic acid layer, 

[0Q48] In order to prepare the collagen material of the present invention, an approximately 1 N hydrochloric acid 

so solution (pH of about 3) of extracted collagen as described above (and naturally following purification) is prepared (In 
the form of a solution ot non-fibrous collagen in which collagen moteculea are dispersed in the form of monomers and 
oligomers, and to apply similarly hereinafter; collagen coreetTtration being preferably about 0,5-3 wt%, and particularly 
preferably about 1 wt%), and a collagen hydrochloric add solution layer is formed in a container such as a Petri dish so 
that the liquid iayHr has an arbitrary uniform thickness using any routine method such as pouring. In the case of seeking 

ss a tubular material, for example, a mold in which a portion corresponding to the wall portion of said tubular material is 
hollow should be used, and depending on the case, this layer should be formed by coating and air-drying and so forth 
onto the surface of a base material such as a mandrel. In the case of using a material other than collagen such as pol- 
ygtycolic acid and so forth that can be a substance having blocompatibility and can be degraded and absorbed in the 
body (for use as a material contained inside a collagen matrix), a sheet-like or tubular mesh-like material of said matB- 

30 rial itself should be contained Inside said collagen hydrochloric acid solution layer. In the case of using such a material 
for the matrix (non-woven fabric-like sheet or tube), collagen such as amorphous collagen or fibrous collagen (or 
hyaluronic acid and so forth depending on the case) should be filled Into said matrix (such as by allowing to seep in 
under reduced pressure). Furthermore, in the tallowing explanation, the explanation of filling collagen and so forth Into 
a matrix, further processing performed on said filled collagen, and further processing performed on the matrix treated 

35 in this manner, unless specified otherwise, apply to the case of a non-collagen material in which a substance having 
biocompatlbfllty that is degraded and absorbed in the body is used for the matrix, and collagen and so forth Is filled into 
sard matrix. Although the thickness ot the collagen hydrochloric acid solution layer Is determined according to the appli- 
cation of the collagen material of the present invention, in the case of using, for example, as an alternative medical 
membrane for an endocranium, the thickness Is preferably about 1 ^5 cm, and particularly preferably about 1 -3 cm. This 

aq is then frozen preferably at about -10 to -196°C. and particularly preferably at about -20°C, for at least about G hours, 
preferably about 6-48 hours, and particularly preferably about 24 hours. As a result of freezing, fine pieces of Ice are 
formed between the collagen molecules dispersed in the hydrochloric acid solution, and phase separation occurs in the 
collagen hydrochloric acid solution resulting in the formation of ultra-fine fibers due to rearrangement of the collagen 
molecules. If the freezing time is less than 6 hours, since the collagen hydrochloric acid solution is not adequately fro- 

45 zen, there Is insufficient formation of ultra-fine fibers of the collagen molecules, thereby preventing from obtaining ade- 
quate physical properties. Next, the above-mentioned frozen collagen hydrochloric ackJ solution is freeze-dried in a 
vacuum preferably at about -40 to -S0°C. and particularly preferably at about -80*0, preferably for about 24-4S hours, 
and particularly preferably for about 48 hours. As a result of freeze-drying. together with the fine pieces of ice between 
the collagen molecules balng vaporized, the ultra-fine fibers comprised of collagen molecules serve as me basic units 

so to obtain a non-woven fabric-like collagen structure pluralistically composed of fine fibers, narrow ffeers, fibers and 
plate-nke fibers as previously described. Furmermore, this procedure consisting of freezing, (storing) and freeze-drying 
performed on this collagen hydrochloric acid solution is an essential procedure In the case of seeking fibrous collagen 
even In trie case of a collagen material that also uses a non-collagen material such as poryglycdb acid etc. 
[0049] Next, non-fibrous coPagen, which can be a substance that has Wocompatibility and can be degraded and 

55 absorbed In the body, and more specifically, a hydrochloric add solution of extracted collagen, Is Introduced into the 
matrix of the non-woven fabric-like collagen structure obtained above (this procedure is not required as a general rule 
in the case of using polyglycollc add and so forth as the materia) that can be a substance having blocompatibility that 
can be degraded and absorbed In the body (in the form of a material that is contained Inside the collagen matrix)). Here. 
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the collagen concentration of said solution Is preferably 0,5 wt% or less. This Is because said introduction proceeds 
smoothly and dispersion of said Introduced solution in said matrix is more uniform, resulting In the removal of residual 
air In said matrix being carried out smoothly. As a specific example of simple methods for Intioducing said solution, said 
collagen hydrochloric acid solution Is aspirated with a weak vacuum of about 50 cm HgO using, far example, an asplra- 

s tor, since said matrix does not have a large resistance. Naturally, other methods may also be used, such as a method 
rn which said collagen hydrochloric acid solution is allowed to seep into said matrix naturally by using the vacuum 
atmosphere In the previous freezing procedure. Furthermore, In order to prevent the collagen fibers in said matrix 
formed In the pravrous procedure from being dissolved by said collagen hydrochloric acid solution (which naturally also 
contains water), it is preferable to perform thermal dehydration crossiinklng on said non-woven fabric-like coQagen layer 

TP prior to introducing said collagen hydrochloric acid solution. Said matrix is preferably heated in a vacuum preferably at 
about t05-150°C. and particularly preferably at about 140°C, preferably for about 6-4B hours, and particularly preferably 
about 24 hours. Here, if the heating temperature Is below about 1 05 P C. adequate crossfinklng does not occur, while if 
the heating temperature exceeds about 1 50'C, the collagen ends up degenerating. Furthermore, the Inherent objective 
of this procedure is to regulate the collagen material of the present Invention to remain lor a desired period of time after 

75 applying a medical material containing the collagen material of the present invention to the body. 

[0050J Next, the non-woven fabric-like collagen structure In which collagen hydrochloric acid solution has been 
introduced into the matrix Is temporarily frozen, and after holding that state for a predetermined amount of time, is 
freeze-dried to convert said Introduced collagen hydrochloric acid solution into fibrous collagen. As a result, the prede- 
termined space of the cavities of said matrix is fined with newly formed collagen. Namely, the cavities In said matrix are 

20 filled with said newry formed collagen such that said hewty formed collagen intertwines with the fibrous collagen that 
composes said matrix. Furthermore, the conditions for this are th e same as that of the freezing and freeze-drylng proc- 
esses described above. This procedure Is not required as a general rule in the case of using porygrycolfc acid and so 
forth as the material that can be a substance having blocompatibility that is able to be degraded and absorbed in the 
body (in tha form of a material contained Inside the collagen matrix)). Next, thermal dehydration crosslinking (the con* 

25 dittona of which are the same as the thermal dehydration crosslinKing previously described) is performed after pressing 
said matrix, in which the predetermined space of the cavities is filled with said newly formed collagen (at, for example, 
500 kgffcm 2 for 1 5 seconds). 

[0051 J The collagen materiel of the present invention produced in the manner described above has, In the dry state, 
one-point support tensile force of at least 30 N and rupture resistance tensile force of at least 65 N. and In the wet state! 

ao one-point support tensile force of at least 1 A N and rupture resistance tensile force of at least 6.5 N (in the case of a 
collagen material having a thickness of 1 mm and collagen fibers in which a substance having biocompatlblllty that is 
able to be degraded and absorbed in the body (to be referred to as a biodegradable, absorbable substance) that is filled 
Into the matrix contains newty formed collagen ultra-fine fibers (to be referred to as filled collagen fibers) In the matrix). 
Alternatively, the collagen material of thB present invention produced in tha manner described above has, in the dry 

35 state, one-point support tensile force of at least 10 N and rupture resistance tensile force of at least 25 N, and in the wet 
state, one-point support tensile force of at least 5 N and rupture resistance tensHe force of at least 15 N (in the case of 
a collagen material having a thickness of 1 mm and using poiyglycclic acid and so forth for the biodegradable, absorb- 
able substance contained inside the matrix, with capabilities naturally exceeding the above values in the case of using 
a non-collagen material for said matrix). Since this collagen material has superior strength in comparing wtth collagen 

ao materials of the prior art, it can be processed Into various types of medical materials and can also be sutured, (in the 
latter collagen material in particular, since strength Is superior In the wet state, it is favorable because It can be used 
regardless of the level of skill of suturing technique of the surgeon.) In addition, It Is able to retain its shape for about 3- 
8 weeks in the case of being applied in the body. Moreover, It also retains the inherent properties of collagen as a med- 
ical material. 

& [0052] Furthermore, in the case of desiring even greater strength, this procedure of Introducing said collagen 
hydrochloric acid solution into said matrix (under the same conations as described above), freezing and freeze-drylng 
{undarthe same conditions as described above) may be repealed at least ones (normally repeating once is sufficient). 
[0053] Although the collagen material of the present invention can be obtained for the most part with the steps 
described above, a non-fibrous collagen layer may be formed at a predetermined site on the surface of the above col- 

so lagan material as necessary The following provides a description of a specific method for accompflshfng this. 

(1 ) Said pressed collagen material is Immersed In a hydrochloric acid solution of extracted coRagen (collagen con- 
centration: about 0.5-3 wt% r and particularly 2 wt%) and a?r-dried (and this Is performed at least once, although one 
time is sufficient in ordinary applications). 
ss (2) Next, thermal dehydration crosslinking is performed on the collagen material having a non-fibrous collagen layer 
at the predetermined site on said surface (and this can be performed under the same conditions as previously 
described). 
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[0054] Here, the collagen materia! Having a non-fibrous collagen layer at a predetermined site on said surface may 
be additionally pressed between the above steps (1) and (2). This la because the surface of the collagen material ulti- 
mately obtained has fewer irregularities as wett as improved 'feeling" and "texture* . 

[0055] Furthermore, although the explanation thus far has focused on the use of the one which Is formed by using 
5 a collagen hydrochloric acid solution as a raw material and newly forming collagen fibers therein after introducing said 
solution Into said matrix, as the substance which 1$ filled Into the above matrix, has biocompatfblllty and Is able to be 
degraded and absorbed In the body r depending on the particular application, said substance may be the one which is 
formed by performing simply air-drying after introducing, for example, said solution or a solution of hyaluronic acid into 
said matrix. The objective of the use of the one which Is formad by performing simply air-drying following their Introduc- 
10 tion as said substance to be filled Is to suppress decrease in strength In the wet state due to further infiltration Into the 
cavities by body fluids during application of medical materials comprising the collagen material of the present invention 
to the body, by eliminating caW cavities. The procedure following introduction of said solution into said matrix and air- 
drying should only oonstet of thB application of thermal dehydration crosslinking as a general rule (provided that this 
procedure Is performed while applying pressure of 200 kgfitem 2 ), or, depending on the case, pressing and additional 
is step (1 ) described above should be performed prior to application of thermal dehydration erosslinklng, 

[0056] Moreover, the collagen material obtained with the above basic steps orthe above basic steps plus the above 
additional steps may be sterilized as necessary by ethylene oxide gas treatment, ultraviolet Irradiation or gamma ray 
Irradiation and so forth. 

[0057] In the case of processing the collagen material of the present invention prepared in the manner described 

20 above Into an alternative medical membrane having a crosslinked gelatin layer or hyaluronic acid layer on one or both 
of Its sides, in the case of a gelatin gel layer, the gelatin gel layer Is formed by using an aqueous gelatin solution of pref- 
erably about 2-70 wt% and particularly preferably about 60 wt%. in the case of using an aqueous gelatin solution of 
about 60 wt%, the gelatin gel layer Is formed to a thickness of preferably about 0.1-5 mm and particularly preferably 
about 1 mm in the wet state, or preferably about 0.06^3 mm and particularly preferably about 0.6 mm in the dry state. 

25 Although the gelatin gel layer, may be formed by a method such as coating or Immersion, for example, the aqueous gel- 
atin solution may be poured into a container such as a Petri dish to thB required thickness, and the collagen material of 
the present invention obtained in the manner described above may be placed on top of it and allowed to stand to allow 
the gelatin to gelatinize. In tha case of forming a gelatin gei layer on both sides, a similar process is performed on the 
other side as well to form gelatin gel layers on both sides. 

so [0058] Next, the collagen material on which a gelatin gel layer has been formed on one or both sides obtained in 
this manner is subjected to crosslinking treatment. As a result of performing this crossiinking treatment, the rate of deg. 
radation and absorption of the gelatin gel tayer is controlled. Thermal dehydration crosslinking is preferable for the 
crosslinking method. In order to allow the gelatin gel layer to remain for about 3-4 weeks after application to the body, 
the collagen material on whteh said gelatin gel layer has been farmed is subjected to thermal dehydration crosslinking 

35 treatment In a vacuum preferably at about 1 05-150°C and particularly preferably about 140°Cfor preferably about 6-48 
hours and particularly preferably about 24 hours. If the temperature is below about 105°C, the crosslinking reaction 
does not occur adequately, and if the temperature exceeds 1 50^, the collagen ends up denaturing. 
[0059] The crosslinked gelatin gel layer formed In this manner has the role of preventing the collagen portion of the 
present alternative medical membrane from adhering to surrounding tissue until each biomembrane is regenerated, 

*0 and the gelatin gel layer remains without being degraded or absorbed for about 3-4 weeks until the biomembrane 
extends and regenerates from around the membrane missing portion and fills in the missing portion of the membrane. 
[0080] On the other hand, In the case of forming a hyaluronic acid layer, an aqueous socfium hyaluronate solution 
layer is formed by a method such as coating or Immersion on one or both sides of the collagen material of the present 
Invention obtained in the manner described above by using an aqueous sodium hyaluronate solution of preferably about 

45 0.5*2.0 mg/ml and particularly preferably about 1 .0 mg/rnl, after which this aqueous solution layer is air-dried to form a 
hyaluronic acid layer. The aqueous sodium hyaluronate solution layer is formed to a thickness of preferably about 0.5- 
4.0 mm and particularly preferably about 2 mm in the wet state, or preferably about 0. 1 -2.0 mm and particularly prefer- 
ably about 1.0 mm in the dry state (In the case of an aqueous solution of about 1.0 mg/ml) so that the hyaluronic acid 
layer Is able to remain without being degraded or absorbed for about 3-4 weeks untn the biomembrane extends and is 

so regenerated from around the missing portion of the membrane to be repaired and fllb In the missing portion of the 
membrane. In order to fix the hyaluronic acid on the surface of the collage material and form the hyaluronic add layer, 
b second crosslinking treatment is performed. In the case of hyaluronic acid, It Is preferable to perform crosslinking 
treatment with water-soluble carbooitmtae (WSC). In this case, It Is preferable to premix WSC wfth aqueous sodium 
hyaluronate solution and apply to the collagen material together with sodium hyaluronate to crosslink the carboxyl 

55 groups of the collagen with the amino groups of the hyaluronic acid. The concentration of WSC contained In aqueous 
sodium hyaluronate solution Is preferably about 5-20 mg/ml and particularly preferably about 8-15 mpAnL An aqueous 
solution containing this sodium hyaluronate and WSC is prepared, stirred weP and coated onto one or both sides of trie 
collagen material preferably to a thickness of about 1 mm followed by air-drying to form the hyaluronic acid layer. 
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^ a ♦K Sin ?,! ie material ° f lhe pn * ent lnvfintion tes exce,lent * «n also be used as surgical 

SlLi ^5^® materlaI containins Col,a S en ^n* 1 <* P^ent Invention can be prepared by substituting 
5 J2 ?^ th» preparing rne^od described above with the following one, i.e., by preparing en about 1 N hydrochlo. 

aKn^t nt^!^ lP . ° U 3) * eXtraCted (and natura,ly ' purlfled > colla ^ n < the «*0»" concentration is prefarabfc 
h^h 1 k ™1 p 1 f rt, . cu,ar| y Preferably about 1 wt%), and wet spinning by having thte jetted out into a coagulation 
bath trough a nozzle hav.ng an aperture of preferably about 50*00 urn and particularly preferably about 100 pm, and 
me other steps are performed in the same manner as the preparation method of the collagen material described above. 
[0062] Since the collagen material of the present Invention prepared in the manner described above has superior 
physical properties, and particularly superior tear strength, In compared with extracted collagen materia* of the prior 
art it can be processed Into various medical materials using the collagen material alone without laminating to synthetic 
po^mer materials and so forth, and can also suture. In addition, in the case of applying the collagen material of the 
present fnverition In the body, It Is able to retain fts shape for about 3-8 weeks without Immediately dissolving. For these 
reasons, by processing the collagen material of the present Invention into the form of a membrane, tube, pouch or 
dump according to the particular application, It can be used as various types of medical materials. For example it can 
is be used as an artificial tube for nerve, artificial tube for spinal cord, artificial esophagus, artrficjaj trachea, artificial blood 
vessel, artificial valve, artificial alternative medical membrane such as alternative endocranium. artificial figamenta, arti- 
ficial tendon, surgical suture, surgical prostheses, surgical reinforcement wound protecting material, artificial skin and 
artificial cornea, and can accelerate recovery and regeneration of injured body tissue. Alternatively, it can also be used 
as a material for astrictian or three-dimensional medium In cell culturing. 
so [0O63] In addition, an alternative medical membrane comprising the medical material of the present invention 
obtained in the manner described above can be used to prevent adhesion of viscera and surrounding tissue In missing 
portions of membrane by fining said portions following various types of surgary. in the alternative medical membrane of 
the present invention, It Is uaed In which a gelatin gel layer or hyaluronic acid layer is formed en one or both sides so 
that the crosslinked gelatin gel layer or hyaluronic acid layer is facing the aide that comes In contact with surrounding 
25 tissue for which It Is necessary to prevent adhesion. In the case of using the present alternative medical membrane as 
an alternative membrane of the pericardium, ft is used in which a gelatin gel layer or hyaluronic acid layer is formed on 
both sides so that the gelatin gel layer or hyaluronic acid layer is facing the sides that come in contact with the surround- 
ing tissue, while in the case of using the present alternative medical membrane as an alternative membrane of the 
pleura, peritoneum or serous membrane, it is used In which a gelatin gel layer or hyaluronic acid layer is formed on one 
30 side so that the gelatin gel layer or hyaluronic acid layer is facing the side that comes in contact with the surrounding 
tissue. In the case of using as an alternative membrane of the endocranium, it can be used In which a gelatin gel layer 
or hyaluronic acid layer Is formed on either one or both sides. In the case of using an alternative membrane In which a 
gelatin gBl layer or hyaluronic acid layer Is formed on one side. It Is used so that the gelatin gel layer or hyaluronic acid 
layer Is facing the side that conies in contact with brain parenchymal tissue. Moreover, this alternative membrane mate- 
ay rial can also be used as reinforcement for suturing blood vessels, digestive tract, trachea, ureter, urinary bladder, serous 
membrane or periodontal membrane. 

10064] The alternative medical membrane of the present Invention that serves as a material tor filling missing por- 
tions of biomembranes in the manner described above can be used as an alternative membrane of the endocranium, 
pericardium, pleura, peritoneum or serous membrane. When the present alternative membrane Is applied to a surgical 

40 wound, while the bfomembrane such as the endocranium, pericardium, pleura, peritoneum or serous membrane that 
remains around the surgical wound extends and regenerates from the site in contact with the present aftematlve mem- 
brane by using the collagen portion of the present alternative membrane as a foothold for regeneration, adhesion is pre- 
vented at sites where body tissue comes in contact with the gelatin gel layer or hyaluronic acid layer to prevent cell 
invasion and extension so that ultimately the missing portion is filled in by the regenerated biomembrane. after which 

45 the present alternative membrane is completely eliminated as a result of degradation and absorption by the body. 
[0065] ^ As described above, although the collagen material of the present invention as well as a medical material 
containing the collagen material of the present invention, and particularly an afternative medical membrane, have tear 
strength that is superior in comparing with conventional collagen materials and medical materials 'm which they are con- 
tained, when using the present medical material as, for example, an artificial urinary bladder, there are cases In which 

so even greater strength is required Consequently, the collagen material of the present invention and a medical material 
containing the collagen material of the present Invention may have, when so required, a sheet-like mesh Intermediate 
comprised of a biodegradable, absorbable material Inside. Examples of said biodegradable, absorbable materials 
include polyglycolic add, pclytedic acid, copolymer of grycofte acid and lactic Bcld, polydioxanone, copolymer of gly- 
col acid and trimatfrylene carbonate, or a mixture of polyglycolic acid and polylactlc acid. Sheet-like mesh intermedl- 

55 ates composed of these materials are In the form of, for example, a mesh sheet, woven fabric, non-woven fabric or 
sheet containing punched holes having a hole diameter of, for example, about 50-2000 jim. Although their thickness is, 
for example, about 1 00-2000 urn , the hole diameter and thickness of the mesh intermediate should be suitably changed 
according to the specific application. 
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[0066] In order to prepare a collagen material havl ng a sheet-like mesh intermediate composed of a biodegradable 
absorbable material inside a matrix, the sheet-like mesh intermediate as described above is left immersed In a collagen 
hydrochloric acid solution cast during formation of the collagen hydrochloric acid solution as the first step of the prepe^ 
ration method tar the collagen material previously described, after which the collagen hydrochloric acid solution fever is 

s subjected to following steps such as freezing and freeze-drying. However, in the case of this form, since i is generally 
unnecessary to fill the matrix with new collagen ultra-fine fibers, the steps required for said filling, far example the steps 
consisting of additional introduction of extracted collagen hydrochloric acid solution, repeated freezing and repeated 
freeze-drying, as well as the final thermal dehydration crosslinking step, nsed not be performed. On the other hand 
other additional steps, namely formation of additional layers on the surface of said collagen material (on one or both 

io sides), such as, for example, the formation of a collagen solution layer, gelatin gel layer or hyaluronic acid layer (and 
thermal dehydration crosslinking is perfbrmsd after these procedures as a general rule), may be suitably performed as 
necessary, 

[0087] The following provides an explanation of the present Invention using an example of producing a membrane- 
lika collagen material. 

ExampleJ 

[00GB] A 1 N hydrochloric acid solution of extracted collagen (collagen concentratton: 1 wt%) was prepared using 
pigskin collagen, and the solution was poured Into a Petri dish to prepare a collagen solution layer having a thickness 
of 1 8 mm. This was then frozen lor 24 hours at -2Q°C and then freeze-drled for 4B hours Ht -80°C. Next, a multi-element 
structure of said freeze-dried collagen fibers {to be simply referred to as the multielement structure) was subjected to 
thermal dehydration crosslinking for 24 hours at 140°C under a vacuum followed by generating negative pressure (50 
cmH 2 0) Inside said mufti-element structure with a flow aspirator to Introduce a 1 N hydrochloric acid solution of 
extracted collagen (collagen concentration: 0.5 wt%) into said multi-element structure and fill the cavities Inside said 
multi-element structure with non-fibrous collagen. Next, after performing freezing and freeze-drying under the same 
conditions as previously described (procedure for reducing the eavfties inside said multielement structure by newly 
formed fibrous collagen), sard mufti-element structure was compressed (500 kgf/cm 2 ) to a thickness of 1 mm followed 
by Immersion of said compressed multi-element structure in a 1 N hydrochloric acid solution of extracted collagen (col- 
lagen concentration: 2 wt%) and air-drying (formation of collagen solution layer; performed once). This was then sub- 
jected to thermal dehydration crosslihking under the same conditions as previously described to obtain the collagen 
material of the present invention. 

10063] The one-point support tensile force and rupture resistance tensile force were measured In the wet and dry 
states for the collagen material of thB present Invention prepared In the manner described above according to the meth- 
ods described below. The results are shown in Table 1 . 

[0070J Test strips of 1 0 mm x 25 mm were prepared for measuring the above items. Tensile force was applied uni- 
formly at speed 8 (5 mm/mln) of ISO in the measure axis direction of the test strip using a digital push-pull gauge (CPU 
gauge from Alko Engineering Co. ,Ltd.) in a constant temperature, constant humidity bath at 25°C and humidity of 50% 
according to the method described below, and the maximum tensile force at which the membrane ruptures was meas- 
ured in both the dry and wet states (hydrated tor 1 minute or 30 minutes fn physiological saline at 37°C)> 

1 , One-Point Support Tensile force 

[0071 ] A site 5 mm to the inside from the center of one end of a test strip was sutured with a thread (4-0 proline or 
2 dexon) and anchored, while tensile force was applied to the other end by uniformly clamping with a clip. 

2. Rupture Resistance Tensile Force 

[0072J Tensile force was applied to both ends of a test strip by uniformly clamping both ends with clips. 
[0073J Ihe results are shown in Table 1 (In the table, "Wet State A' indicates data for which the hydration time was 
so 1 minute, while 'Wet State B" indicates data for which the hydration lime was 30 minutes). 

Example a 

[0074] With the exception of performing the procedure for forming a collagen solution layer onto the above com- 
55 pressed multi-element structure five times, a collagen material of the present Invention was obtained in tha same man- 
ner as Example t . The one-point support tensile force and rupture resistance tensile force of said collagen material was 
measured in the dry and wet states according to the same method as Example t . Those results are shown ?n Table 1 . 
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[0075] With the exception of performing thermal dehydration croselinking treatment under the same conditions as 
previous* described and reducing the cavities inside the mufti-element structure with newly formed fibrous collagen in 
5 ordsr between the above second treeze-drylng procedure and compression procedure, as well as not performing the 
procedure for forming a collagen solution layer on the above compressed multi-element structure, the one-point support 
tensile force end rupture resistance tensile force of the resulting collagen material of the present Invention were meas- 
ured In the dry and wet states according to the same method as Example 1. Those results ere shown In Table 1. 

[0075] With the exception of not performing the procedure tor forming a collagen solution layer on the above com- 
pressed multi-element structure, a coflagen material of the present invention was obtained In the same manner as 
Example 1. The one-point support tensile force and rupture resistance tensile force of said collagen material were 
*s measured In the dry and wet states according to the same method as Example 1 . Those results are shown In Table 1 . 

Ex amples 

[0077] Wfth the exception of containing a mesh sheet (aperture: 1 mm) of polyglycolte acid Inside the collagen solu- 
30 tlon layer formed first, the surface of which was pretreated with plasms discharge treatment, during formation of said 
first collagen solution layer, end not performing the procedure for reducing the cavities inside said multi-element struc- 
ture with newly formed fibrous collagen, a collagen material of the present Invention was obtained In the same manner 
as Example 1 . The one-point support tensile force and rupture resistance tensile force of said collagen material were 
measured in the dry and wet states according to the same method as Example 1. Those results are shown In Table 1. 



Ex ample 6 



[0078] With the exception of performing a procedure for forming a gelatin gel layer on one side of the above com- 
pressed multi-element structure (by coating a 15% aqueous gelatin solution onto said side and drying) Instead of form- 
jcr ing a collagen solution layer on said compressed multi-element structure, a collagen material of the present Invention 
was obtained in the same manner as Example 5. The one-point support tensile force and rupture resistance tensile 
force of said collagen material were measured in the dry and wet states according to the same method as Example 1 . 
Those results are shown in Table 1 . 

3s Example^ 

[0079] With the exception of performing the procedure for forming a gelatin gel layer on both sides of the above 
compressed multi-element structure, a collagen material of the present invention was obtained in the same manner as 
Example 6. The one-point support tensile force and rupture resistance tensile force of said collagen material were 
to measured in the dry and wet states according to the same method as Example 1 . Those results are shown In Table 1 . 



Table 1 



(Units: N) 




Dry State 


Wet State A 


Wet State B 




One-point sup- 
port tensile 
force 


Rupture resist- 
ance tensile 
Torus 


One-point sup- 
port tensile 
force 


Rupture resist- 
ance tensile 
force 


One-point sup- 
port tensile 
force 


Rupture resist- 
ance tensile 
force 


Example t 


50.9 


124.8 


11.2 


44.3 


1.6 




Example 2 


54.6 


114.6 


19.8 


Z3.4 


2.0 




Example 3 


44.3 


91,4 


5.1 


12.1 


2.5 




Example 4 


33.1 


6B.3 


1.4 


8.5 


1.2 


4.1 


Example 5 


11.1 


27.9 


5.6 


18.8 






Example 6 


18.0 


45.6 


12.9 I 


20.0 
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Table 1 (continued) 





(Units: N) 




Dry State 


Wet State A 


Wet State B 




One-point sup^ 
port tensile 
force 


Rupture resist- 
ance tensile 
force 


One-point sup- 
port tensile 
force 


Rupture resist- 
ance tensile 
force 


One-point cup- 
port tensile 
force 


Rupture resist- 
ance tensile 
force 


Example 7 


20.0 


49.8 


16.5 


34.2 ! 






Reference 


1.0 


3.1 


0.7 


2.6 







[QoboJ Ae shown in Table 1 , the collagen materials of thB present Invention wens confirmed to have superior phys^ 
ical properties that are able to withstand suturing. Furthermore, the reference data in the table shows the data for a 
is mesh sheet of polyglycolic acid only. 

Exampje_8 

[0081] A non-woven fabric (2 plies, thickness: 0.20 mm, percentage of void: 68.75%) of polyglycolic scid subjected 
20 to plasma discharge treatment and extracted collagen hydrochloric acid solution (collagen concentration: 1 wt%) in an 
amount sufficient to allow Immersion of the above non-woven fabric were placed in a container, said container was 
housed in a desiccator, and thB pressure inside said desiccator was reduced with a flow aspirator (-50 cmH^O). After 
then maintaining that state for a predetermined amount of time (1-2 minutes) and allowing said extracted collagen 
hydrochloric acid solution to adequately soak into said non-woven fabric, said non-woven fabric was removed from said 
2S desiccator and air-dried. After performing each of the procedures of freezing, holding that state, freeze-drying and ther- 
mal dehydration crosslinking under the same conditions as Example 1 on said air-dried non-woven fabric, immersion hi 
extracted collagen hydrochloric acid solution (collagen concentretion: 1 wt%) and air-drying were repeated twice to 
form a solution layer of amorphous collagen on the surface of the non-woven fabric filled with fibrous collagen. Next, 
after forming a gelatin gal layer on the surface of said amorphous collagen solution layer (performed by repeating 
do Immersion in 20% aqueous gelatin solution and air-drying twfce) , thermal dehydration crossllnking was performed 
under the same conditions as Example 1 to obtain a collagen material of the present invention. 

Example 9. 

x [0082] With the exception of using that having 4 plies (thickness: 0.55 mm, percentage of void: 75. 1 %) for the non- 
woven fabric of polyglycolic acid and not performing the series of procedures consisting of freezing, holding that state, 
freeze-drying and thermal dehydration crosslinWngon said non-woven fabric into which extracted collagen hydrochloric 
acid solution was allowed to adequately soak, a collagen material of the present Invention was obtained In the same 
manner as Example 8. Furthermore, since the obtaining of strength was able to be confirmed in a preliminary test, addl- 

40 tional detailed strength testing was not performed In the same manner as Example 8. 

Industrial Applicability 

[0083] Since the collagen material of the present Invention has physical properties that allow suturing even though 
45 It retains biochemical properties Inherently possessed by collagen, It can be widely used as various types of medical 
materials. In addition, the alternative medical membrane of the present Invention presents no ethical problems, can be 
provided In stable supply, Bnd can be sutured to a surgical wound as a material that fills In the missing portion of a 
blomembrane or as a material that prevents adhesion. In addttlon, while it demonstrates effects that prevent adhesion, 
since It remains for a period of flme after suturing until the blomembrane regenerates and is then gradually degraded 
so and absorbed, it does not cause Inflammation and so forth as a result of remaining In body tissue for a long period of 
time, thereby allowing It to be used safely. 

Claims 

55 1. A collagen material which is filled or had inside a substance having biocompatlbllrty that can be degraded and 
absorbed in the body into a matrix of a non-woven fabric-like multielement structure of collagen fibers having ultra- 
fine fibers of collagen as Its basic unit. 
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2. The collagen material according to claim 1 , wheretn said substance having blocompetibllfty thai can be degraded 
and absorbed in the body and being filled into said matrix fe collagen fiber containing ultra-fine fibers of collagen 
newly formed by performing a freeing and freeze-drying procedure to a hydrochloric add solution of extracted col- 
lagen introduced Into said matrix. 

3. The collagen material according to claim 1 , wherein said substance having blocompatrblllty that can be degraded 
and absorbed In the body and being contained Inside said matrix fe selected from the group consisting of porygly- 
collc acid, polytectic acid, copolymer of glycolic acid and lactic acid, porydioxanone, copolymer of gryeolte add and 
trimerhylene carbonate, and a mixture of polygfycollc add and porylactlc acid, and is used as a mesh-fike sheet or 
tube, or a non-woven fabric-like sheet or tube. 

4. The collagen material according to claims 2 or 3, wherein said non-woven fabrtc-llka multi-element structure of col- 
lagen fiber is composed of that in which collagen plate-like fibers having a diameter of 20-50 um are randomly inter- 
twined, said plate-like fibers are composed of that In whicfi collagen fibers having a diameter of 5-B nm overlap In 
the coaxial direction, said fibers are composed of that In which bundled rows of narrow collagen fibers having a 
diameter of 1 -3 urn are alternately overlapping as warp and weft, said narrow fibers are composed of that In which 
fine collagen fibers having a diameter of 30-70 rtm are bundled, and said fine fibers are composed of that in which 
ultra-fine collagen fibers having a diameter of 3-7 nrn that are comprised of several collagen molecules are bun- 
dled. 

5. A collagen material in which a biocompatible substance that can be degraded and absorbed In the body is fj lied into 
a non-woven fabric-like matrix of a substance having bteecmpatjbility that can be degraded and absorbed in the 
body. 



25 6- The collagen material according to claim 5, wherein said substance having blooompatibility that can be degraded 
and absorbed In the body which composes said non-woven fabric-like matrix is satectad from the group consisting 
of polyglycoJic add,, pDfylactlc add> copolymer of gfyoollc acid and lactic acid, porydioxanone, copolymer of glycolic 
acid and trlmethy lene carbonate, and a mixture of pofygrycolic acid and pofylactic acid. 

30 7. The collagen material according to claim 5, wherein said substance having blooompatibility that can be degraded 
and absorbed in the body and Is filled into said matrix is amorphous collagen obtained by air-drying a hydrochloric 
add solution of extracted collagen introduced into said matrix, or collagen fiber containing ultra-fine fibers of colla- 
gen newly formed by performing a freezing and freeze-drying procedure to said hydrochloric acid solution of 
extracted collagen Introduced into said matrix. 

as 

8. The collagen material according to claim 7. wherein said collagen fibers are composed of that in which collagen 
plate-IIKe fibers having a diameter of 20-50 pm are randomly intertwined, said plate-like fibers are composed of that 
in which collagen fibers having a diameter of 5-8 pm overlap in the coaxial direction, said fibers are composed of 
that hi which bundled rows of narrow collagen fibers having a diameter of 1-3 urn are alternately overlapping as 
warp and waft, said narrow fibers are composed of that In which fine collagen fibers having a diameter of 30-70 nm 
are bundled, and said fine fibers are composed of that In which uftra-flne collagen fibers having a dimeter of 3-7 
nm that are comprised of several collagen molecules are bundled. 

The collagen material according to claims 2 or 4, wherein said eotagen material has one-point support tensile force 
of at least 30 N and rupture resistance tensile force of at least 65 N In the dry state, and has one-point support ten- 
sile force of at least 1.4 N and rupture resistance tensile force of at least 6.5 N In the wet state (for a thickness of 1 
mm). 

The collagen material according to any one of claims 3, 4 and 6 to 8, wherein said collagen material has one-point 
support tensile force of at least 10 N and rupture resistance tensile force of at least 25 N in the dry state, and has 
one-point support tensile force of at least 5 N and rupture resistance tensile force of at least 15 N in the wet state 
(for a thickness of 1 mm). 

1 1. A production process of a collagen material comprising performing at least the steps indjcatBd below In order 

a, a collagen solution layer is formed by casting a hydrochloric acid solution of extracted coOagen to a desired 
thickness; 

b, said collagen solution layer is temporarily frozen and held in tftat state for a desired amount of time followed 



9. 

45 



10. 

50 
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byfneere-drylng; 

c. thermal dehydration crosslinking is performed for a predetermined amount of time on said freeze-drled prod- 
uct; r 

d. said hydrochloric acid solution of extracted cofeagen le Introduced into the matrix of said thermal dehydration 
s crossiinked product; 

b. the product introduced said solution of extracted collagen therein Is temporarily frozen, held in that state for 
a predetermined amount of time and then freeze-driBd; 
g. said freezB-drled product is compressed; and, 

L thermal dehydration crosslinking is performed for a predetermined amount ot time on that compressed prod- 

TO UGL 

12. The process according to claim 11, wherein the following steps are performed in order between said step e and 
step g: 

is ft . said hydrochtoric acid solution of extracted collagen is again introduced In the matrix of said freeze-dried 

product; and, 

f2, the product Introduced said extracted collagen solution therein Is temporarily frozen, held In that state for a 
desired amount of time, and then freeze-drled. 

so 13. The process according to dalrro 1 1 or 12, wherein the following step Is performed between said steps g and p: 

hi. a collagen solution layer is formed at a predetermined site on the surface of said compressed product. 

14. The process according to claim 13, wherein the following step Is performed between said steps M and i: 

25 

h2. said collagen solution fayer Is compressed. 

1 5. The process according to any one of claims 1 1 to 1 4, wherein the freezing and holding time during the freezing pro- 
cedure in said steps b, e and fz is 6-48 hours. 

30 

16. The process according to any one ol claims 1 1 to 14. wherein the collagen concentration of the hydrochloric add 
solution of extracted coltegen in said steps d and f1 is 0.5 wt% or less. 

17. The process according to claims 13 or 14, wherein the collagen concentration of the hydrochloric acid solution of 
35 extracted coltegen for forming a collagen solution layer in said step hi is 2.0 wt% or less. 

18. The process according to claims 1 1 or 15, wherein casting of a hydrochloric acid solution of extracted collagen In 
said step a is divided into two procedures, and a mesh-like sheet or tube comprising a material selected from the 
group consisting of poryglycolic acid, polylactic acid, copolymer of gjycollc acid and lactic add, pofydioxanone, 

40 copolymer of glycol ic acid and trimethylene carbonate and a mixture of polyglycollc acid and polylactic acid is con- 
talned between bo* collagen solution layers between both casting procedures, said step g is performed after said 
step c while said step I Is not performed, 

19. The process according to claim 18, wherein the following steps are additionally performed after said step g: 

45 

h3 . a collagen solution layer or gefatln gel layer is formed on at least one side of said compressed product; and, 
h4. thermal dehydration crasslinking is performed on the product formed said collagen solution layer Dr said 
gelatin gel layer. 

50 20. The process according to claim 19, wherein the collagen concentration of the hydrochloric acid solution of extracted 
collagen for forming said collagen solution layer Is 2 wt% or less. 

21. The process according to claim 19, wherein said gelatin concentration of the gelatin aqueous solution for forming 
said gelatin gel layer is 5-25 wt%. 

55 

22. A production process of a collagen matBriaf comprising performing at least the following steps In order 

j. a hydrochloric acid solution of extracted collagen is Introduced into a non-woven fabric-tike sheeMike or tube- 
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like matrix comprising a material selected from the group consisting of polygrycoiic acid, polyfectic acid, copol- 
ymer of glycolfc acid and lactic acid, por/dioKanorie, copolymer of giycofic acid and trimethylene carbonate and 
a mixture of polyglycollc add am* polylactic acid, followed by air-drying; 

I. a collagen solution layer is formed on at least one side of the product Introduced and air-dried said hydrochio- 
5 rlc acid solution of extracted collagen; 

o. a gelatin gel layer te formed on said collagen solution layer; and, 

p. thermal dehydration crossfinking is performed on the product formed said gelatin gel layer for predetermined 
amount of time. 



io 23. The process according to dalm 22, wherein the following step k is performed between said steps J and I, and the 
following step m is performed between said steps I and o: 

k. the product introduced said extracted collagen is temporarily frozen, and that state is maintained for a pre- 
determined amount of time followed by freeze-drying; 

ml . the product on which said collagen solution layer is formed Is temporarily frozen, and that state is main- 
tained for a predetermined amount of time followed by freeze-drying; and, 
m2. the product freaze-dried Is compressed. 

24. The process according to claims 72 or 23, wherein the following step n is performed between said steps I and o or 
zo between said steps m2 and o: 

n. thermal dehydration crossfmWng Is performed for a predetermined amount of time on the product on which 
said collagen solution layer is formed or the product freeze-dried, 

as 25. The process according to any one of debris 22 to 24, wherein the collagen concentration of the hydrochloric acid 
solution of extracted collagen in said steps J and I is 2.0 wt% or less. 

2«. The process according to any one of claims 22 to 24, wherein the gelatin concentration of the gelatin aqueous solu- 
tion In said step o is 5-25 wt%. 

JO 

27. The process according to any one of daims 1 1 to 17, wherein the collagen material produced has one-point sup- 
port tensiie force of at least 30 N and rupture resistance tensile force of at least 65 N In the dry state, and one-point 
support tensile force of at least 1.4 N and rupture resistance tensile force of at least 6.5 N In the wet state (for a 
thickness of i mm). 

ss 

28, The process according to any one of claims 18 to 26, wherein the collagen material produced has one-point sup- 
port tensile force of at least 10 N and ruptu re resistance tensile force of at least 25 N In the dry state, and one-point 
support tensile force of at least 5 N and rupture resistance tensile force of at least 25 N in the wet state (for a thick- 
ness of 1 mm). 

40 
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